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Portland Cement Testing

all that is necessary is to loosen the set screw, remove the
cross-bar, swing out the hinged parallel-bar, and remove
the moulds one by one on to a gauging slate or any plane
surface, when, by gently tapping round the edges of the
mould with the handle of a trowel, or any other convenient
tool, each half of the mould comes away from the briquette
and leaves it free. In this way there is no fear of any
undue strain being put upon the briquette when freshly
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made, and therefore in such a state that the least injury
will materially affect the result obtained from it The
convenience of such an arrangement will appeal strongly
to those who are called upon to use single moulds that
are merely laid on the bedplate, without being fixed thereto
in any way; in making sand briquettes, especially; where
the mass has to be beaten in with a trowel or spatula, the
inevitable lifting of the moulds from the bedplate is a source
of great annoyance. To prevent the cement adhering to
the moulds, it is usual to slightly grease both the inner